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Description 

Thixotropic coating composition, process for 
coating a substrate with such coating composi- 
tion and the coated substrate thus obtained. 

The invention relates to a thixotropic coating 
composition based on a binder and a polyurea 
compound as sag control agent. 

A coating composition of the type indicated 
above is described in among other places, Bel- 
gian Patent Specifications Nos. 808 465 and 
808466, which disclose the use of a reaction 
product of a monoisocyanate or diisocyanate and 
a primary or a secondary poiyamine as sag 
control agent. British Patent Specification No. 
1 586 508 describes the use of a reaction product 
of a diisocyanate and a monoamine or hydroxy- 
monoamine containing 1— -5 aliphatic carbon 
atoms. A disadvantage to the use of the above 
sag control agents is that the flow of the coating 
composition is not quite satisfactory, particularly* 
when use is made of a relatively low curing 
temperature. As a result, a so-called orange-peel 
appearance is obtained. Moreover, those sag 
control agents are generally more suitable for use 
in coating compositions based on an organic 
solvent than in those based on water. 

An object of the present invention is to provide 
a universally applicable sag control agent with the 
use of which a coating composition is obtained 
which is satisfactorily thixotropic at any curing 
temperature, for instance at ambient temperature 
or at a temperature in the range of 60° to 260°C, 
without the use of the novel sag control agent 
detracting from the flow. 

The coating composition according to the 
invention is characterized in that the sag control 
agent is the reaction product of an isocyanurate- 
trimer from a diisocyanate containing 3—20 car- 
bon atoms and of an amine containing one or 
more primary amino groups, the sag control 
agent consisting of solid particles and the coating 
composition containing 0,1 to 30 per cent by 
weight of the sag control agent For brevity, the 
isocyanurate-timer frqm a diisocyanate will 
hereinafter be referred to as heterocyclic triisocy- 
anate and the amine containing one or more 
primary amino groups as primary amine. 

The binder that can be thixotropized according 
to the invention may as a rule be any arbitrarily 
chosen binder. As suitable examples may be 
mentioned: ester diols; polyesters; polyuretha- 
nes; alkyd resins, which may be modified or not 
with oil; acrylate resins or methacrylate resins; 
epoxy resins modified or not with oil; copolymers 
of a (meth)acrylate monomer, styrene and/or 
vinyl chloride; unsaturated polyester resins which 
may optionally be mixed with styrene and/or one 
or more other monomeric compounds, for 
instance a (meth) acrylate monomer or an ally! 
compound; water-dilutable alkyd resins; water- 
dilutable polyesters or ester diols; water-dilutable 
polyurethanes, water-dilutable acrylate resins; 
drying or non-drying oils, stand oil and other 
synthetic or natural resins. 



192 304 A 2 

OptionallyTtne coating composition may also 
contain a curing agent for the binder. When the * 
binder contains hydroxyl groups, the usual curing 
agents are for example: N-methylol groups and/ 
5 or N-methylol ether groups-containing amino 
resins obtained by reacting an aldehyde, such as 
formaldehyde, with a compound containing 
amino groups or amido groups, such as 
melamine, urea, N,N'-ethylene diurea, dicyan- 
10 diamide and benzoguanamine; for the pre- 
paration of such compounds see Houben-Weyl, 
Methoden der organischen Chemie, Band 14/2, 
pp. 319—371 (1963). It is preferred that the afore- 
described compounds should entirely or partly be 
15 etherified with alcohols having 1 to 6 carbon 
atoms, for instance with methanol, ethanol, n- 
propanol, isopropanol, n-butanol, isobutanol, 
amyl alcohol, hexanol or mixtures of the alcohols 
referred to above. Particularly, use is made of a 
20 methylol malamine containing 4 to 6 methyiol 
groups per molecule of melamine, et least 3 
methylol groups being etherified with methanol, 
ethanol, a propanol or a butanol, or a butanol- 
etherified condensation product of formaldehyde 
25 and N,N'-ethylene diurea. More particularly, use 
is made of a hexaalkoxymethyl malamine whose 
alkoxy group contains 1 to 4 carbon atoms. 
Instead of or besides the above-described curing 
agents other suitable agents may be used, such 
30 as blocked or non-blocked isocyanurate com- 
pounds or blocked or non-blocked aliphatic, eye- 
loaliphatic heterocyclic or aromatic di-, tri- or 
polyvalent isocyanates. As examples of suitable 
isocyanates may be mentioned hexamethylene 
35 diisocyanate, 2,2,4 -trimethylhexane -1,6 - diis- 
ocyanate, 2,4,4 - trimethylhexane - 1,6 - diiso- 
cyanate, cyclohexyi - 1,4 - diisocyanate, isopho- 
ron diisocyanate, the adduct of 1 molecule of 
1,4 - butanediol and 2 molecules of isophoron 
40 diisocyanate, the adduct of 1 molecule of 1,4 - 
butanediol and 2 molecules of hexamethylene 
diisocyanate, dicyciohexylmethane - 4,4' - diiso- 
cyanate, xylylene diisocyanate, 1,3,5 -trimethyl - 
2,4 - bis(isocyanatomethyl)benzene, toluene 
45 diisocyanate, diphenylmethane - 4,4' - diiso- 
cyanate, the adduct of 3 molecules of hexa- 
methylene diisocyanate and 1 molecule of water, 
the adduct of 1 molecule of trimethylol propane 
and 3 molecules of isophoron diisocyanate, the 
so adduct of 1 molecule of trimethylol propane and 3 
molecules of toluene diisocyanate and the adduct 
of 1 molecule of pentaerythritol and 4 molecules 
of hexamethylene diisocyanate. The isocyanate 
or isocyanurate compound may optionally be 
ss blocked with any usual or suitable blocking agent 
When use is made of a hydroxyl groups-contain- 
ing binder, the curing agent is contained in the 
coating composition in an amount such that the 
molar ratio of the reactive groups of the curring 
60 agent to those of the hydroxyl groups-containing 
polymer is between 0,6 and 1,5 and preferably 
between 0,7 and 1,3. 

According to the invention the isocyanurate- 
trimer to be used for the preparation of the sag 
65 control agent is preferably built up from a diisocy- 
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anate containing 5— Ucarb^Moms, particularly 
from a diisocyanat contlWig 8—12 carbon 
atoms, more particularly from hexamethylene 
diisocyanate. As examples f suitable diis cy- 
anates may be mentioned methylene diisocyan- 
ate, trimethylene diisocyanate, tetramethylene 
diisocyanate, hexamethylene diisocyanate, co,a)' - 
dipropylether diisocyanate, thiodipropyl diisocy- 
anate, cyciohexyl - 1,4 - diisocyanate, 
dicyclohexylmethane - 4,4' - diisocyanate, 1,5 - 
dimethyl - 2,4 - bis(isocyanatomethyl) - ben- 
zene, 1,5 - dimethyl - 2,4 - bis((o - isocyanato- 
ethyl)benzene f 1,3,5 - trimethyl - 2,4 - bis(iso- 
cyanatomethyl)benzene, 1,3,5 - trimethyl - 2,4 - 
bis(isocyanatomethyl)benzene, a heterocyclic 
diisocyanate as available under the trade mark 
Desmodur TT of Bayer, dicyclohexyldimethyl- 
methane - 4,4' - diisocyanate, 2,4 - toluene 
diisocyanate, 2,6-toiuene diisocyanate and di- 
phenylmethane - 4,4' - diisocyanate. If desired, 
use may also be made of a heterocyclic trimer of 2 
or 3 different diisocyanates. Optionally, use may 
be made of mixtures of the heterocyclic triisocy- 
anates referred to above- 
As examples of suitable primary amines, the 
second component from which the sag control 
agent according to the invention is built up, may 
be mentioned benzylamine, ethylamine, n-propy- 
lamine, sec. propylamine, n-butylamine, sec. 
butylamine, tert butylamine, n-pentylamine, a- 
methylbutylamine, a-ethylpropylamine, .p-etiiyl- 
butylamine, hexylamine, octylamine, decyiamine, 
stearyiamine, cyclohexylamine, aniline and hexa- 
methylene diamine. The primary amines 
generally contain not more than 55 carbon atoms, 
preferably 1—24 and more particularly 1—12 
carbon atoms. Amines containing one or more 
primary amino groups and one or more ether 
and/or hydroxyl groups are also applicable; for 
example: ethanoiamine, 6 - aminohexanol, p - 
methoxybenzylamine, methoxypropylamine, 
3,4 - dimethoxyphenyl - ethylamine, 2,5 - di- 
methoxyaniline,furfuryIamine, tetrahydrofurfury- 
lamine and bis(3 - aminopropyOpoiytetrahydro- 
furan having a molecular weight of about 750. 
Mixtures of the amines referred to above are also 
applicable. 

In the reaction between the heterocyclic 
triisocyanate and the primary amine for preparing 
the sag control agent generally either the 
heterocyclic triisocyanate or the primary amine 
may be used in excess relative to the stoichiomet- 
ric amount. For example, the ratio of the number 
of amino groups of the primary amine to the 
number of isocyanate groups of the heterocyclic 
triisocyanate may be between 0,7 and 1,5 and 
preferably between 0,9 and 1,1. 

The reaction between the heterocyclic triisocy- 
anate and the primary amine may generally be 
carried out in any arbitrarily chosen way by 
combining the reaction components, ptionally at 
elevated temperatur . It is preferr d that the 
reaction should b carried out at a t mperature in 
the range of 10° to 150°C, more particularly in the 
range of 20° to 80°C. Although in general the 
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reaction coi^M'ents may be combined in any 
arbitrarily cholen manner, it is as a rule preferred 
that the heterocyclic triisocyanate should be 
added to the primary amine, which may be done 
s in several steps, if desired. Generaliy, the reaction 
is carried out in the presence of a solvent, for 
instance acetone, methyl isobutyl ketone 1 - 
methoxy -propanol -2, benzene, toluene, xylene 
or aliphatic hydrocarbons such as petroleum 

10 ether. 

The preparation of the sag control agent may 
optionally also be carried out in the presence of a 
binder, a curing agent and/or some starting com- 
pound for the binder or the curing agent. It is 
15 preferred then that a solution of the heterocyclic 
triisocyanate should be mixed with a mixture of 
the primary amine and the binder. Mixing may be 
carried out in any convenient manner, with the 
reactants being vigorously stirred. In a preferred 
20 embodiment of this process a binder is mixed 
with the heterocyclic triisocyanate and the prim- 
ary amine in amounts such that upon conclusion 
of the reaction there is obtained a mixture that 
may optionally be used as master batch of the sag 
25 control agent, consisting of 0,1—30 by weight, 
preferably 1—10% by weight of the sag control 
agent and 70-99,9% by weight, preferably 
90—99% by weight of the binder. Said weight 
ratios generally result in obtaining a viscous 
30 mixture which can very readily be homogene- 
ously mixed with the binder to be employed in the 
preparation of the thixotropic coating composi- 
tion and/or with the optionally employed curing 
agent The binders and/or optional curing agents 
35 in the thixotropic coating composition and in the 
master batch may be of the same or of different 
composition. Particular, if only small amounts f 
the master batch need be added to the coating 
composition, the respective binders and/or curing 
40 agents differ. In this "in situ" preparation the 
reaction is preferably carried out at a temperature 
in the range of 20° to 80°C, in which case first the 
primary amine is added to the binder and, after 
the mixture has been homogenized, the 
45 heterocyclic triisocyanate is added to the mixture 
with stirring. , . 

If the sag control agent is not prepared in situ in 
the binder the two components of the thixotropic 
coating composition can be mixed by melting and 
so mixing the sag control agent at a temperature in 
the range of 80° to 200°C in the presence of th 
binder, as a result of which a homogeneous 
mixture is obtained. After the mixture has been 
cooled to room temperature, the sag control 
ss agent forms a dispersion in the binder and the 
resulting thixotropic coating composition may 
have an opaque, an opalescent or even a trans- 
parent appearance, depending on the size and the 
refractive index of the dispersed particles of the 
60 sag control agent 

The degree to which the coating composition is 
thixotropic, of course, depends on the proportion 
of sag control agent and the nature of the sag 
control agent and the binder. As a rule, the 
65 desired degree of thixotropy may be obtained by 
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employing the sag control agent in an amount of 
0,1 to 30, and preferably 1 to 10 per cent by 
weight based on the total amount of coating 
composition. 

Th action of the sag control agent according to 
the invention is not or hardly affected by water 
and/or an organic solvent contained in the thixot- 
ropic coating composition, so that the present sag 
control agent is universally applicable and may 
advantageously be used in compositions that 
mainly contain an organic solvent or water as 
dispersing agent Nor is the thixotropy affected at 
elevated temperature, so that the sag control 
agent according to the invention is very suitable 
for use in baking paints, which are usually cured 
at a temperature in the range of 60° to 260*0. The 
sag control agent in the coating composition 
according to the invention generally has a particle 
size of 0.01—50 urn, preferably 0.1—20 nm. The 
particle size is determined with the aid of a 
Hegman Fineness-of-Grind gauge. 

The sag control agents according to the inven- 
tion are particularly suitable for use in coating 
compositions having a high solids content 
because they hardly or not at all increase the 
viscosity of the coating composition under pro- 
cessing conditions, so that no solvent or only a 
very small amount thereof is needed to bring the 
coating composition is an applicable state. By a 
coating composition having a high solids content 
is to be understood here a composition having a 
solids content of at least 60 per cent by weight 
The solids content is determined in accordance 
with ASTM Method D 1644—59 with heating for 1 
hour at 105°C. The sag control agent according to 
the invention further has the considerable advan- 
tage that it does not or hardly decrease the gloss 
of the composition. This is in sharp contrast to the 
effect produced by other sag control agents such 
as Aerosil (registered trademark) and other 
silicates. 

Depending on the binder employed, any con- 
ventional compound can be used as curing agent 
The coating composition may further contain 
usual adjuvants and additives, for instance pig- 
ment dispersants, colourants, metallic or non- 
metallic pigments, solvents and accelerators for 
the curing reaction, for instance acidic com- 
pounds such as p-toluene sulphonic acid or 
blocked products thereof. 

The thixotropic coating composition may be 
applied to a substrate in any desirable manner, 
for instance by roller coating, spraying, brushing, 
sprinkling, flow coating, dipping or electrostatic 
spraying. Suitable substrates are for instance 
those of wood, synthetic materials, and pre- 
treated or non-pretreated metals. 

The thixotropic coating composition may fur- 
ther b cured or baked in the usual way, for 
instance at ambient temperature or in an oven at 
the usual temperatures, for instance in the range 
of 60° to 260°C, over a period of 1 to 120 minutes. 

The invention will be further described in the 
following examples. The term resin A as used in 
them refers to a polyacrylate having a number 
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average molecular weight of 500—1000, which fc 
resin is built up from 20% by weight of styrene, * 
25% by weight of butyl methacrylate, 25% by 
weight of 2 - ethylhexyl acrylate and 30% by 
s weight of hydroxyethyl acrylate; th term resin B 
as used in them refers to a polyacrylate having a 
number average molecular weight of about 5000, 
which resin is built from 35% by weight of 
styrene, 25% by weight of methyl methacrylate, 
10 25% by weight of butyl acrylate and 15% by 
weight of hydroxypropyl methacrylate; the term 
resin C used in them refers to an alkyld resin 
having a number average molecular weight of 
about 1500, which resin is built up from 34% by 
15 weight of phthalic anhydride, 31% by weight of 
3,3,5 - trimethylcaproic acid and 35% by weight 
of trimethylol propane; the term resin D refers to 
an alkyd resin having a high fatty acid content and 
a number average molecular weight of about 
20 2000, which resin is built up from 63% by weight 
of soybean oil fatty acid, 19% by weight of 
phthalic anhydride, 5% by weight of 1,2 - prop- 
ane diol and 13% by weight of pentaerythritol and 
the term resin E refers to a polyester resin having 
25 a number average molecular weight of about 
2500, which resin is built up from 50% by weight 
of trimethylol propane and 50% by weight of 
phthalic anhydride. 
As heterocyclic triisocyanate the representative 
30 heterocyclic trimer of hexamethylene diisocyan- 
ate was used; the trimer was applied as a 90% by 
weight solution in ethylglycol acetate. Other 
heterocyclic trimers of a diisocyanate lead to 
similar results. Solvesso 150 (a trademark of 
35 Esso) is a high-boiling mixture of aromatic hydro- 
carbons. 

In the examples "parts" refers to "parts by 
weight" and "%" to "percentage by -weight", 
unless otherwise indicated. 
40 The spraying consistency is given in seconds 
efflux time at 20°C, measured with a DIN cup No. 
4. The thickness of a coating was determined on a 
coating in the cured state. 

45 Example 1 

To a mixture of 500,0 parts of a 76,5%-solution 
of resin A in butyl acetate and 5,42 parts of 
benzylamine was added with vigorous stirring 
and at room temperature a solution of 10,96 parts 

so of the heterocyclic triisocyanate in 30 parts of 
xylene. Subsequently, the reaction mixture was 
stirred for another 5 minutes. 

To 25,0 parts of the resulting thixotropic resin 
solution were still added 8,0 parts of hex- 

55 amethoxymethyl melamine, 11,5 parts of a 
76,5%-solution in butyl acetate of resin A, 24,5 
parts of rutile titanium dioxide, 2,0 parts of a 20%- 
solution in isopropanol of p-toluene sulphonic 
acid and 20 parts of xylene. The composition 

60 prepared had a solids content of 65% at a spray- 
ing consistency of 30 seconds. 

Subsequently, the resulting thixotropic com- 
position was applied to a vertically positi ned 
steel panel in various coating thicknesses. While 

65 kept in its vertical position the steel panel was 
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then cured in a baking ov^^Br 20 minutes at 
130°C. The thixotropic com]WRtion only started 
showing sagging at a coating thickness of at feast 
55 iim. The gloss of the cured coating was 
excellent. A composition without the sag control 5 
agent indicated in this example, but of otherwise 
the same formulation, already displayed sagging 
at a coating thickness of 30 Mm. 

Example 2 10 

To a mixture of 500,0 parts of an 80%-solution in 
Solvesso 150 of resin C and 6,29 parts of eye-, 
lohexylamine was added with vigorous stirring 
and at room temperature a solution in 20 parts of 
Solvesso 150 of 13,7 parts of the heterocyclic is 
triisocyanate. Subsequently, the reaction mixture 
was stirred for another 5 minutes. 

To 122,5 parts of the thixotropic resin solution 
thus prepared were still added 110,0 parts of a 
60%-solution in butanol of a partially butoxylated 20 
melamine resin, 38,5 parts of an 80%-solution in 
Solvesso 150 of resin C, 133,5 parts of rutile 
titanium dioxide, 157 parts of xylene and 30 parts 
of dipentene. The composition prepared had a 
solids content of 55% at a spraying consistency of 25 
25 seconds. 

The resulting thixotropic composition was 
applied in the same way as indicated in Example 1 , 
The composition only started showing sagging at 
a coating thickness of at least 57 |im. Without the 30 
sag control agent given in this example the 
composition already displayed sagging at a coat- 
ing thickness of 33 \im. 

Example 3 35 

To a mixture of 600,0 parts of a 65%-solution of 
resin E in ethylgiycoi acetate and 6,91 parts of 
benzylamine was added with vigorous stirring and 
at room temperature a solution of 13,99 parts of 
the heterocyclic triisocyanate in 20 parts of ethyl 40 
glycol acetate. Next, the reaction mixture was 
stirred for 5 more minutes. 

To 37,0 parts of the resulting thixotropic resin 
solution were still added 16,0 parts of a 65%- 
solution in ethyl glycol acetate of resin E, 35,0 parts 45 
of rutile titanium dioxide, 37,5 parts of the linear 
trimer of hexamethylene diisocyanate {available 
under the trade mark Desmodur N of Bayer) as 
curing agent and 83 parts of ethyl glycol acetate. 
The composition prepared had a solids content of so 
46% at a spraying consistency of 13 seconds. 

Only 1 hour after the components had been 
intermixed was the thixotropic composition 
applied in the same way as indicated in Example 1 . 
The coating applied was cured at room tempera- ss 
ture. The composition only started showing sag- 
ging at a coating thickness of at least 72 pm. In a 
comparative experiment without sag control 
agent the composition already displayed sagging 
at a coating thickness of 48um, th glossofth two 60 
coatings having ths same value (85 gloss units at 
20°C). 
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Example 4 V 

To a mixture of 500,0 parts of 50%-solution in 
xylene of resin B and 7,23 parts of benzylamine 
were added with vigorous stirring and at room 
temperature a solution of 14,63 parts of the 
heterocyclic triisocyanate and 10 parts of xylene. 
Subsequently, the reaction mixture was stirred for 
another 5 minutes. 

To 35,0 parts of the resulting thixotropic resin 
solution were still added 19,5 parts of a 60%- 
solution in butanol of a partially butoxylated 
melamine resin, 20,0 parts of a 50%-solution in 
xylene of resin B, 8,1 parts of metallic aluminium, 
1 0 parts of butyl acetate and 40 parts of xylene. The 
composition prepared had a solids content of 30% 
at a spraying consistency of 17 seconds. 

Subsequently, the thixotropic composition was 
applied to a steel panel, which was then cured, 
while in a vertical position, in a baking oven for 17 
minutes at 130°C. The thixotropic composition 
only started showing sagging at a coating thick- 
ness of at least 50 urn. In another experiment the 
thixotropic composition obtained was applied to a 
steel panel in a coating thickness of 40 urn and 
cured for 17 minutes at a temperature of 130°C. 
Upon inspection the clarity of the cured coating 
was found to be better than that of a coating of a 
similar composition without the sag control agent. 

Example 5 

To a mixture of 500,0 parts of resin D and 7,84 
parts of methoxy-propylamine was added with 
vigorous stirring and at room temperature a 
solution in 20 parts of xylene of 19,06 parts of the 
heterocyclic triisocyanate. The reaction mixture 
was subsequently stirred for another 5 minutes. 

To 38,6 parts of the resulting thixotropic resin 
solution were still added 52,8 parts of resin D, 77,4 
parts of rutile titanium dioxide, 16,2 parts of a 
solution of cobalt octoate (0,38%, based on total), 
zirconium octoate (3,45%, based on total) and 
calcium octoate (1,81%, based on total) in 20,0 
parts of white spirit The composition prepared 
had a solids content of 81,5%. 

Subsequently, the thixotropic composition was 
applied to a glass plate in various coating thick- 
nesses, and, with the plate in vertical position, 
cured at 20°C. The thixotropic composition only 
started showing sagging at a coating thickness of 
at least 100 urn. The gloss of the cured coating was 
excellent and the levelling of the composition had 
improved. A composition without the sag control 
agent indicated in this example but of otherwise 
the same formulation, already displayed sagging 
at a coating thickness of 75 [im. 

Example 6 

To a mixture of 500,0 parts of a 76,5%-solution in 
butylacetate of resin A and 3,91 parts of hexa- 
methylene diamine was added with vigorous 
stirring and at room temperature a solution in 35,0 
parts of xylene of 16,91 parts of the heterocyclic 
triisocyanate. Subsequently, the reaction mixture 
was stirred for another 5 minutes. 

To 25,4 parts of the thixotropic resin solution 
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thus prepared were still added 9,0 parts f hex- 
amethoxymethyl melamine r 11,5 parts of a 
76,5%-solution in butyl acetate of resin A, 24,5 
parts of rutife titanium dioxide, 2,0 parts of a 20%- 
solution in isopropanol of p-toluene suiphonic 
acid and 20 parts of xylene. The compositi n 
prepared had a solids content of 65% at a spray* 
ing consistency of 30 seconds. 

Subsequently, the thixotropic composition 
obtained was applied in various coating thick- 
nesses to a vertically positioned steel panel, 
which while in its vertical position was then cured 
in a baking oven for 20 minutes at 130*0. The 
thixotropic composition only started showing 
sagging at a coating thickness of at least 50 pm. 
The gloss of the cured coating was excellent A 
composition without the sag control agent, but of 
otherwise the same formulation, already dis-' 
played sagging at a coating thickness of 30 jam. 

Example 7 

To a mixture of 500,0 parts of an 80%-solution 
in Solvesso 150 of resin C and 7,77 parts of aniline 
was added with vigorous stirring and at room 
temperature a solution in 30 parts of Solvesso 150 
of 18.04 parts of the heterocyclic triisocyanate. 
Subsequently, the reaction mixture was stirred 
for another 5 minutes. 

To 126,1 parts of the thixotropic resin solution 
thus prepared were still added 110,0 parts of a 
60%-solution in butanol of a partially butoxylated 
melamine resin, 38,5 parts of an 80%-solution in 
Solvesso 150 of resin C, 133,5 parts of rutile 
titanium dioxide, 155 parts of xylene and 30 parts 
of dipentene. The composition prepared had a 
solids content of 55% at a spraying consistency of 
25 seconds. 

Next, the thixotropic composition obtained was 
applied in various coating thicknesses to a ver- 
tically positioned steel panel, which while in its 
vertical position was then cured in a baking oven 
for 20 minutes at 130°C. The thixotropic composi- 
tion only started showing sagging at a coating 
thickness of at least 52 pm, A composition with- 
out the sag control agent indicated in this 
example, but of otherwfse the same formulation, 
already displayed sagging at a coating thickness 
of 33 pm. 

Example 8 

To a mixture of 600,0 parts of a 65%-solution in 
ethyl glycol acetate of resin E and 5,32 parts of 
butylamine was added, with vigorous stirring and 
at room temperature, a solution in 25 parts of 
ethyl glycol acetate of 15,75 parts of the 
heterocyclic triisocyanate. Subsequently, the 
reaction mixture was stirred for another 5 
minutes. 

To 37,3 parts of the resulting thixotropic resin 
solution thus prepar d were still added 37,5 parts 
of the linear trimer of hexamethylene diisocyan- 
ate (available under the trade mark Desmodur N 
of Bayer), 16,0 parts of a 65%-solution in ethyl 
glycol acetate of resin E, 35,0 parts of rutile 
titanium dioxide and 82 parts of ethyl glycol 
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acetate. The composition prepared had a solids 
content of 65% at a spraying consistency of 30 
seconds. 

The thixotropic composition obtained was then 
applied in various coating thicknesses to a ver- 
tically positioned steel panel, which while in its 
vertical position was then cured in a baking oven 
for 20 minutes at 130°C. The thixotropic composi- 
tion only started showing sagging at a coating 
thickness of at least 70 pm. The gloss of the cured 
coating was excellent A composition without the 
sag control agent indicated in this example, but of 
otherwise the same formulation, already dis- 
played sagging at coating thickness of 48 pm. 

Example 9 

To a mixture of 500,0 parts of a 50%-solution in 
xylene of resin B and 8,14 parts of octylamine was 
added, with vigorous stirring and at room 
temperature, a solution in 20 parts of xylene of 
13,63 parts of the heterocyclic triisocyanate. Sub- 
sequently, the reaction mixture was stirred for 
another 5 minutes. 

To 35,6 parts of the thixotropic resin solution 
thus prepared were still added 19,5 parts of a 
60%-solution in butanol of a partially butoxylated 
melamine resin, 20,0 parts of a 50%-solution in 
xylene of resin B, 8,1 parts of aluminium pigment, 
10 parts of butyl acetate and 38 parts of xylene. 
The composition prepared had a viscosity of 17 
seconds and a solids content of 30%. 

Next, the thixotropic composition obtained was 
applied in various coating thicknesses to a steel 
panel, which was then cured, while in a vertical 
position, In a baking oven for 17 minutes at 130°C. 
The thixotropic composition only started showing 
sagging at a coating thickness of at least 50 pm. In 
another experiment the thixotropic composition 
obtained was sprayed onto a steel panel in a 
coating thickness of 40 pm and cured for 17 
minutes at a temperature of 130°C. The clarity of 
the cured coating was superior to that of a coating 
of a similar composition without sag control 
agent. 

Example 10 

To a mixture of 500,0 parts of resin D and 52,2 
parts of a 33,3%-solution in white spirit of steary- 
lamine was added with vigorous stirring and at 
room temperature a solution in 20,0 parts of 
xylene of 14,0 parts of the heterocyclic triisocyan- 
ate. Subsequently, the reaction mixture was stir- 
red for another 5 minutes. 

To 41,4 parts of the thixotropic resin solution 
thus prepared were still added 52,8 parts of a 
33%-solution in white spirit of resin D, 77,4 parts 
of rutile titanium dioxide, 16,2 parts of a solution 
in 17,0 parts of white spirit of cobalt octoate 
{0,38%, based on total), zirconium ocotate 
(3,45%, based on total) and calcium octoate 
(1,81%, based on total). The composition pre- 
pared had a solids content of 81,5% by weight 

Subsequently, the thixotropic composition was 
applied to a glass plate in various coating thick- 
nesses, and, with the plate in vertical position, 
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cured at 20°C. The thixotro^^Bbmposition only 
started showing sagging at abating thickness of 
at least 100 \im. The gloss of the cured coating was 
excellent. A composition without the sag control 
agent, but of otherwise the same formulation 5 
already displayed sagging at a coating thickness of 
75 jim. 

Example 11 

To a mixture of 500 parts of resin D and 7,16 10 
parts of ethanolamine was added with vigorous 
stirring and at room temperature a solution in 30,0 
parts of xylene of 25,38 parts of the heterocyclic 
triisocyanate. Subsequently, the reaction was stir- 
red for another 5 minutes. is 

To 39,7 parts of the thixotropic resin solution 
thus prepared were still added 52,8 parts of resin 
D, 77,4 parts of rutile titanium dioxide, 1 6,2 parts of 
a solution in 19,0 parts of white spirit of cobalt 
octoate (0,38%, based on total), zirconium octoate 20 
(3,45%, based on total) and calcium octoate 
(1,81%, based on total). The composition prepared 
had a solids content of 81,5% at a spraying 
consistency of 30 seconds. 

Subsequently, the thixotropic composition 25 
obtained was applied to a glass plate in various 
coating thicknesses, and, with the plate in vertical 
position, cured at 20°C. The thixotropic composi- 
tion only started showing sagging at a coating 
thickness of at least 100 pm. The gloss of the cured 30 
coating was excellent and the composition 
showed excellent levelling. A composition without 
the sag control agent indicated in this example, but 
of otherwise the same formulation, already dis- 
played sagging at a coating thickness of 75 Mm. 35 

Example 12 

To a mixture of 500,0 parts of an 80%-solution in 
Solvesso 150 of resin C and 9,01 parts of 6- 
aminohexanol was added, with vigorous stirring 40 
and at room temperature, a solution in 25,0 parts 
of Solvesso 150 of 16,65 parts of the heterocyclic 
triisocyanate. Subsequently, the reaction mixture 
was stirred for another 5 minutes. 

To 124,9 parts of the thixotropic resin solution 45 
thus prepared were still added 110,0 parts of a 
60%-solution in butanol of a partly butoxylated 
melamine resin, 38,5 parts of an 80%-solution in 
Solvesso 150 of resin C, 133,5 parts of rutile 
titanium dioxide, 157 parts of xylene and 30 parts so 
of dipentene. The composition prepared had a 
solids content of 55% at a spraying consistency of 
25 seconds. 

Subsequently, the thixotropic composition 
obtained was applied in various coating thick- 55 
nesses to a vertically positioned steel panel, which 
while in its vertical position was then cured in a 
baking oven for 20 minutes at 130°C. The thixot- 
ropic composition only started showing sagging at 
a coating thickness of at least 55 pm. The gloss of $0 
the cured coating was excellent A composition 
without the sag control agent indicated in this 
example, but of otherwise the same formulation 
already displayed sagging at a coating thickness of 
33 pm. 65 
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Example 13 

To a mixture of 284,5 parts of xylene and 106,5 
parts of benzylamine was added, with vigorous 
stirring and at room temperature, a solution in 
430,0 parts of xylene of 215,0 parts f the 
heterocyclic triisocyanat . The resulting disper- 
sion as such was applied or use was mad of the 
powdered sag control agent obtained after remov- 
ing the solvent. 

10 parts of the dispersion prepared or 3 parts of 
the powder prepared were mixed with 56,3 parts of 
an 80%-solution in xylene of resin C and 13,7 or 
20,7 parts of xylene. The resulting mixtures were 
ground to. a fineness of less than 15 urn. 

To 63 parts of each of the thixotropic resin 
solution thus prepared were still added 1 10,0 parts 
of a 60%-solution in n-butanol of a partially 
butoxylated melamine resin, 69,4 parts of a 60%- 
solution in n-butanol of resin C, 133,5 parts of rutile 
titanium dioxide, 160 parts of xylene and 30 parts 
of dipentene. The resulting compositions had a 
solids content of 55% at a spraying consistency of 
25 seconds. 

Subsequently, the thixotropic compositions 
obtained were applied in various coating thick- 
nesses to vertically positioned steel panels, which 
while in their vertical position were then cured in a 
baking oven for 20 minutes at 130°C. The thixot- 
ropic compositions only started showing sagging 
at a coating thickness of at least 50 pm. The gloss 
of the cured coatings was excellent. A composition 
without the sag control agent indicated in this 
example, but of otherwise the same formulation, 
already displayed sagging at a coating thickness of 
33 pm. 

Example 14 

To a mixture of 470 parts of a 76,5%-solution of 
resin A in butyl acetate and 4,51 parts of methox- 
ypropyl amine was added with vigorous stirring 
and at room temperature a solution of 10,96 parts 
of the heterocyclic triisocyanate in 30 parts of butyl 
acetate. Subsequently, the reaction mixture was 
stirred for another 30 minutes. 

To 12,5 parts of the thixotropic resin solution 
thus prepared were still added 29,8 parts of a 
76,5%-solution of resin A in butyl acetate, 1,0 part 
of a 1%-sofution of dibutyltin dilaurate in xylene, 
12 parts of butyl glycol acetate, 19,3 parts of the 
cyclic trimer of hexamethylene diisocyanate 
(available under the trademark Desmodur N3390 
of Bayer) as curing agent and 8 parts of butyl 
acetate. The clear coating composition prepared 
had a solids content of 60% at a spray consistency 
of 30 seconds. Immediately after the components 
has been intermixed, the resulting thixotropic 
composition was applied in the same way as 
indicated in Example 1 and cured in a baking oven 
for 30 minutes at a temperature of 90°C. The 
thixotropic composition only started showing sag- 
ging at a coating thickness of at least 50 pm. The 
composition without the sag control agent already 
displayed sagging at a coating thickness of 35 pm, 
the two coatings showing the same gloss and the 
same clarity values. 
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Claims 
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1. A thixotropic coating composition based on a 
binder and a polyurea compound as sag control 
agent, characterized in that the sag control agent 
is the reaction product of an isocyanurate-trimer 
from a diisocyanate containing 20 carbon 
atoms and of an amine containing one or more 
primary amino groups, the sag control agent 
consisting of solid particles and the coating com- 
position containing 0,1 tm 30 per cent by weight 
of the sag control agent. 

2. A coating composition according to claim 1, 
characterized in that the sag control agent is the 
reaction product of the heterocyclic trimer from a 
diisocyanate containing 5 — 14 carbon atoms and 
of the amine having one or more primary amino 
groups. 

3. A coating composition according to claim 1, 
characterized in that the sag control agent is the 
reaction product of the heterocyclic trimer from* 
hexamethylene diisocyanate and of the amine 
having one or more primary amino groups. 

4. A process for coating a substrate with a 
coating composition, characterized in that use is 
made of a coating composition according to any 
one of the claims 1 — 3. 

5. A coated substrate obtainable by the process 
according to claim 4. 

Patentanspruche 

1. Thixotroper Anstrichstoff auf Basis eines 
Bindemittels und elner Polyharnstoffverbindung 
als Mittel zurEinsteilung der Ablaufbestandigkeit 
dadurch gekennzeichnet, dass das Mittel zur Ein- 
stellung der Ablaufbestandigkeit das Reaktions- 
produkt eines Isocyanat-Trimeren aus einem Dii- 
socyanat, das 3 bis 20 Kohlenstoffatome enthalt, 
und einem Amin ist, das eine oder mehrere 
primSre Aminogruppe(n) enthalt wobei das Mit- 
tel zur Einstellung der Ablaufbestandigkeit aus 
festen Teilchen besteht und der Anstrichstoff 0,1 
bis 30 Gew.% des Mittels zur Einstellung der 
Ablaufbestandigkeit enthalt 

2. Anstrichstoff nach Anspruch 1, dadurch 
gekennzeichnet, dass das Mittel zur Einstellung 
der Ablaufbestandigkeit das Reaktionsprodukt 
des heterocyclischen Trimeren aus einem Diiso- 
cyanat, das 5 bis 14 Kohlenstoffatome enthSIt, 
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und dem Amin ist das eine oder mehrere primare ^ 
Aminogruppe(n) hat 

3. Anstrichstoff nach Anspruch 1, dadurch 
gekennzeichnet, dass das Mittel zur Einstellung 
der Ablaufbestandigkeit das Reaktionsprodukt 
des heterocyclischen Trimeren aus Hexamethy- 
lendiisocyanat und dem Amin ist, das eine oder 
mehrere primare Aminogruppe(n) hat 

4. Verfahren zum Beschichten eines Substrats 
mit einem Anstrichstoff, dadurch gekennzeichnet 
dass ein Anstrichstoff gem3ss einem der Anspru- 
che 1 bis 3 verwendet wird. 

5. Beschichtetes Substrat, erhSltlich nach dem 
Verfahren gemSss Anspruch 4. 

Revendications 

1. Composition de revStement thixotrope h 
base d'un liant et d'une composition de type 
polyurte ou g6n6ratrice de polyurte, comme 
agent de maitrise de I'affaissement, composition 
caractdrisde en ce que f I'agent de maitrise de 
I'affaissement est le produit de la reaction d'un 
isocyanurate trimfcre obtenu h partir d'un diiso- 
cyanate contenant 3 a 20 atomes de carbone et 
d'une amine contenant un ou plusieurs groupes 
amino primaires, I'agent de maitrise de I'affaisse* 
m^nt consistent en des particules solide et la 
composition de rev§tement contenant 0,1 h 30% 
en poids de I'agent de maitrise de i'affaissement 

2. Composition de revdtement selon la revendi- 
cation 1, caract£risee en ce que i'agent de mai- 
trise de i'affaissement est le produit de la reaction 
du trimSre h&drocyclique d'un diisocyanate 
contenant 5 a 14 atomes de carbone et de i'amine 
ayant un ou plusieurs groupes amino primaires. 

3. Composition de revStement selon la revendi- 
cation 1, caracteris£e en ce que I'agent de mai- 
trise de I'affaissement est le produit de la reaction 
du trimdre heterocyclique du diisocyanate 
d'hexam&hylene et de I'amine comportant un ou 
plusieurs groupes amino primaires. 

4. Procdde pour revdtir un substrat par una 
composition de revStement, precede caracteris6 
en ce qu'on utilise une composition de revSte- 
ment selon I'une quelconque des revendications 
1*3. 

5. Substrat ou subjectile revetu, que I'on peut 
obtenir par le procedd selon la revendication 4. 
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